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(54) Method for preparation for colored contact lens 

(57) A method for preparation of colored contact 
lens with an embedded pattern is disclosed. Pigments 
are first printed to a convex surface of a plastic mold. 
Material for the lens is then dropped onto the concave 
surface of the plastic mold. The mold then spins in a 
determined speed for a determined period of time, such 
that a desired radius surface is formed. A pigment com- 
position is found such that the pigment composition will 
not dissolve to the lens material during the spinning. 
This invention also discloses the contact lens prepared 
according to the method of this invention. 
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Description 

FIELD OF THE INVENTION 

5 [0001] The present invention relates to a method for preparation of a colored contact lens, especially to a method to 
prepare a contact lens with an embedded pattern as well as pigment composition suited in the method and the colored 
contact lens prepared according to the method. 

BACKGROUND OF THE INVENTION 

10 

[0002] The contact lens is a useful vision correction instrument for people having defects in vision. The contact lens 
makes it possible for a person to avoid the inconvenience of the glasses. 

[0003] A method for the mass production of the contact lens is called "spincasting". It was invented by a Czech com- 
pany, Ceskoslovenska Akademie Ved, in 1961 and was patented in USA with the patent number of 3,660,545. The spin- 
15 casting technology was later developed and was widely adopted in the industry. After polymers were used as materials 
of the contact lens, the manufacture cost of the contact lens was dramatically reduced. As a result, disposable contact 
lenses are possible and widely used by the consumers. Recently contact lenses with colored appearance were created. 
The color contact lens functions as a vision correction instrument and a facial adornment. 

[0004] US patent application series number 07/430,222 (assigned to Schering Corporation) related to a colored con- 
st? tact lens having very natural appearance. This invention disclosed a lens having a non-opaque pupil section and an iris 
section that is at least partially opaque and comprised of two portions. The portions and sections of the contact lens 
contained shades with different patterns and colors so to provide a "very natural" appearance. 

[0005] In the above and other inventions for the preparation of the colored contact lens, the inventors tried to provide 
contact lenses with patterns that made the iris of the wearers to perform a desired appearance with colors. In the prep- 
25 aration of the colored contact lens, one or more pigments were printed to the convex surface of the contact lens to form 
a particular pattern. If more than one pigment is used, the pigments were printed in sequence, with one pigment over- 
lapping or non-overlapping with another. A contact lens so prepared has an extruded pigment layer on its convex sur- 
face. Sometimes the thickness of the pattern is several times that of one pigment layer. 

[0006] Although the thickness of the pigment layer may be very thin (e.g., 0.01 m/m-0.08m/m), wearer of the contact 
30 lens so prepared may feel the existence of the pigment layer(s). In order to avoid damages to the eyes of the wearer, 
the conventional art used pigments containing non-organic minerals, such as Ti0 2 . Although the diameter of the min- 
eral particles may be up to about 5 ^m, the pigment may peel off in piece under the friction of the eyelid. The peeled 
pigment pieces may also cause damages to the cornea of the wearer. 

[0007] It is thus a need in the industry to have a colored contact lens wherein a colored pattern is embedded in the 
35 lens. It is also a need in the industry to have a colored contact lens without extruded pigment layers. It is also a need to 
have a pigment composition suited in the preparation of colored contact lens without extruded pigment layers. 

OBJECTIVES OF THE INVENTION 

40 [0008] The objective of this invention is to provide a novel method for preparation of a colored contact lens without 
extruded pigment layers. 

[0009] Another objective of this invention is to provide a method for preparation of a colored contact lens with an 
embedded pattern. 

[001 0] Another objective of this invention is to provide a colored contact lens prepared according to the above meth- 

45 OdS.. 

[0011] Another objective of this invention is to provide a pigment composition suited in the method and the contact 
lens described above. 

SUMMARY OF THE INVENTION 

50 

[0012] According to the method for preparation of colored contact lens of this invention, pigments are first printed to 
the plastic mold for the contact lens so that the pigments are distributed on the concave surface of the plastic mold. 
Material for the lens is then dropped onto the concave surface of the plastic mold. The mold then spins in a determined 
speed for a determined period of time, such tat the lens material is spread on the concave surface of the plastic mold 
55 to form a desired radius surface. The lens is ten solidified under a UV lamp. A contact lens with an embedded colored 
pattern is thus prepared. This invention also discloses the contact lens prepared according to the preparation method 
of this invention. 

[0013] The above and other objectives and advantages may be clearly understood from the detailed description by 
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referring to the following drawings. 
IN THE DRAWINGS 
£ [0014] 

Fig. 1 illustrates the flow chart of the method for preparation of colored contact lens of the invention. 
Fig. 2 illustrates the steps of the method for preparation of colored contact lens of the invention wherein (a) shows 
a plastic mold applied with pigments, (b) shows a colored contact lens with a dazzling appearance being prepared 
io and (c) shows a colored contact lens with a dazzling appearance prepared from the method of this invention. 
Table I illustrates possible combinations of pigments that are applicable in the present invention. 

DETAILED DESCRIPTION OF THE INVENTION 

75 [0015] In the conventional art, materials for the contact lens include hydrophilic high molecular polymers, such as 
hydroxyethyl methacrylate (HEMA). The pigment may comprise a pigment composition, which comprises a pigment, a 
dispersing agent and a binding polymer. 

[001 6] While a colored contact lens with an embedded pattern will be prepared, at least the following questions shall 
be considered. 

20 

1 . In order to embedded the pigment composition in the contact lens, the adhesive forces between the pigment and 
the lens must be strong and long-lasting enough, such that the pigment won't slip off the lens during the slipping 
and the application; But 

2. During the preparation of the colored contact lens, the adhesive forces between the pigment composition and 
25 the plastic mold must be strong enough, such that particles of the pigment composition wont be removed to their 

respective position under the high shearing forces generated from the spinning. 

[001 7] These requirements are obviously in conflict. 

[0018] Although it is not intended to limit the scope of this invention, the inventor has found that a certain pigment 
30 compositions may provide strong adhesive forces between the pigment composition and the plastic mold during the 
spinning, and between the pigment composition and the lens during the slipping and the application of the colored con- 
tact lens. In the followings, detailed description of the pigment composition, and the method for preparation of colored 
contact lens using the pigment composition, will be given. 

[0019] Fig. 1 illustrates the flow chart of the method for preparation of colored contact lens of the invention. Fig. 2 
35 illustrates the steps of the method for preparation of colored contact lens of the invention wherein (a) shows a plastic 
mold applied with pigments, (b) shows a colored contact lens with a dazzling appearance being prepared and (c) shows 
a colored contact lens with a dazzling appearance prepared from the method of this invention. 
[0020] As shown in Fig. 1, in the preparation of the colored contact lens of this invention, a pigment composition is 
prepared first at 101. The pigment composition suited for this invention comprises at least one pigment, a dispersing 
40 agent and a binding polymer. 

[0021] Suited dispersing agents for this invention include: monomers or pre-polymers of acrylic resins and other 
suited dispersing agents. Examples include: hydroxyethyl methacrylate (HEMA), hydroxypropyl methacrylate (HPMA), 
Methyl methacrilate (MMA) and methyl methacrylate (MM A), glyceryl methacrylate (GMA) etc. 

[0022] Suited binding polymers for this invention include: acrylic emulsified pre-polymers, hydroxyethyl methacrylate 
45 (HEMA), 2-ethoxyethyl methacrylate (EOEMA), methylacrylic acid (MMA), isopropanol (I PA) and cyclopentanone. 
Functions of the binding polymers include to generate hydrogen bonds between the lens material and the pigment com- 
position and to generate van der Waals' forces between the lens material and the plastic mold under the supply of ultra- 
violet light. The van der Waals* forces keep the pigment composition adhered to the plastic mold during the processing 
of the lens, without being dissolved to the lens material. 
so [0023] Suited pigments include CI. Pigment white 6, C.I. pigment blue 15:4, C.I. pigment green 7, C.I. pigment violet 
23, C.I. pigment yellow 42 and C.I. pigment Brown. In the embodiments of the present invention, the pigment composi- 
tion may be composed according to the actual needs. Table I illustrates possible combinations of pigments that are 
applicable in the present invention. Other pigments, combinations and ratios may also be used in this invention and pro- 
vide similar effects. In this table, other components of the pigment composition are also shown for reference. 

55 
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Table I 
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ratio color 


Crystal 


Jade 


Violet 


Cappuccino 


Pearl 




material 


Blue 


Green 




or Hazel 


Gray 


10 


Rutile T % 0 2 

(C.I. pigment white 6) 


20-^0% 


15-35% 


20-^5% 


0-20% 


25-35% 




Phtalocyanine Blue 
(C.I. pigment Blue 15:4) 


3-15% 








1-8% 


15 


Phtalocyanine Green 
(C.I. pigment Green 7) 




15-35% 








20 


Dioxazin Violet 
(C.I. pigment Violet 23) 






3-10% 








Iron Oxide 

(C.I. pigmcm Yellow 42) 




0-5% 




10-30% 




25 


(C.I. pigment Brown) 








4-20% 


3-10% 




biding polymer 


50-75% 


30 


lens material 


5-25% 




dispersing agent 


1-8% 



35 

[0024] In this step 1 01 , the pigment compositions may be that as shown in Table I. At 1 02 the pigment composition is 
printed onto the concave surface of a plastic mold. A distribution of the pigment composition or a pattern is then formed 
on the concave surface of the plastic mold. Here, several pigment compositions may be applied to the plastic moid in 
sequence to provide a number of colors to the colored contact lens. In other words, the pattern may comprise sub-pat- 
40 terns in different colors. For purpose of convenience, the applied pigments may be less than three kinds. Of course, 
more than three pigments may be applied, rf desirable. 

[0025] Fig. 2 illustrates the steps of the method for preparation of colored contact lens of the invention. In fig. 2, (a) 
shows a plastic mold 1 applied with pigments 2. 

[0026] At 1 03 a certain quantity of lens material 3 is dropped into the concave surface of the plastic mold 1 . In some 
45 embodiments of this invention, the plastic mold is made of PVC (polyvinyl chloride). Other material may also be used 

to prepare the mold. The concave surface of the plastic mold 1 may be a spheric or an aspheric surface or other designs 

or shapes. Materials for the lens may be HEMA, as described above, or other applicable materials. 

[0027] At 104 the plastic mold 1 is spun at a determined speed such that the lens material 3 is spread to the concave 

surface of the plastic mold 1 and form a desired radius surface, due to the centrifugal force of the spinning. The pigment 
so particles will not be positioned at the liquid-spin fluid surface, i.e., it will not extrude from the base curve of the lens. As 

a result, the pigment will be buried inside the lens. Fig. 2 (b) shows a colored contact lens with an embedded pattern 

so prepared. 

[0028] At 105 a ultra violet lamp 4 above the plastic mold 1 is turned on to solidify the lens material 3. and so the 
pattern of the pigment composition 2 (see Fig. 2 (a)). The solidification is continued for about 2-10 minutes. At 1 06. stop 
55 the spinning and remove the plastic mold/lens assembly to an annealing chamber (not shown) to be annealed. At 107 
edging of the lens is conducted and at 108 hydration and stripping are operated. A colored contact lens is then accom- 
plished. Fig. 2 (c) shows a colored contact lens with an embedded pattern prepared according to the method of this 
invention. 
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EFFECTS OF THE INVENTION 

[0029] The contact lens so prepared is observed under a microscope. The pigment and its pattern is distributed inside 
the lens. The lens has a smooth surface, without any defects. 
5 [0030] The plastic mold after stripping is also observed under a microscope. The convex surface of the plastic mold 
appears clean and smooth. No residual of pigment is found. 

[0031] The pigment that provide the colored pattern is embedded in the lens material. No extrusions from the surface 
of the lens is found. The pigment won't shell out to cause damages to wearers of the lens. 

[0032] In the above description of the embodiment of this invention, the spincasting approach is given for example, 
io for purpose of description. The invented method, however, is applicable to the extrusion approach and other 
approaches. 

[0033] As the present invention has been shown and described with reference to preferred embodiments thereof, 
those skilled in the art will recognize that the above and other changes may be made therein without departing from the 
spirit and scope of the invention. 

75 

Claims 

1 . A method for the preparation of colored contact lens, comprising: 
prepare a pigment composition; 

apply said pigment composition to a convex surface of a mold to form a pattern; 
drop a quantity of lens material to said convex surface of said mold; 

spin said mold such that said lens material is spread on said convex surface of said mold to form a radius sur- 
face; and 

solidify said lens material and said pigment composition; 

characterized in that said pigment composition comprises approximately 10-50 (weight)% of pigment. 50-70 
(weight)% binding polymer and 0-10 (weight)% dispersing agent. 

2. The method according to claim 1 wherein said pigment composition is applied to said convex surface through sec- 
30 ondary conversion . 

3. The method according to claim 1 or 2 wherein said dispersing agent is at least one selected from acrylic resin, 
hydroxyethyl methacrylate (HEMA). hydroxypropyl methacrylate (HPMA), Methyl methacrilate (MM A), methyl 
methacrylate (MM A) and glyceryl methacrylate (GMA). 

35 

4. The method according to claim 1 or 2 wherein said binding polymer is at least one selected from acrylic emulsified 
pre-polymers, hydroxyethyl methacrylate (HEMA), 2-ethoxyethyl methacrylate (EOEMA), methylacrylic acid 
(MM A), isopropanol (IPA) and cyclopentanone. 

40 5. A method for the preparation of colored contact lens, comprising: 

prepare a pigment composition; 

apply said pigment composition to a convex surface of a mold to form a pattern; 
drop a quantity of lens material to said convex surface of said mold; 

apply a die with a concave surface corresponding to said convex surface of said mold to said convex surface 
of said mold such that said lens material forms a radius surface; and 

rotate said die and said mold relatively and solidify said lens material and said pigment composition; 
characterized in that said pigment composition comprises approximately 10-50 (weight)% of pigment 50-70 
(weight)% binding polymer and 0-10 (weight)% dispersing agent. 

6. The method according to claim 5 wherein said pigment composition is applied to said convex surface through sec- 
ondary conversion. 

7. The method according to claim 5 or 6 wherein said dispersing agent is at least one selected from acrylic resin, 
55 hydroxyethyl methacrylate (HEMA), hydroxypropyl methacrylate (HPMA), Methyl methacrilate (MMA), methyl 

methacrylate (MMA) and glyceryl methacrylate (GMA). 

8. The method according to claim 5 or 6 wherein said binding polymer is at least one selected from acrylic emulsified 
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pre-polymers, hydroxyethyl methacrylate (HEMA), 2-ethoxyethyl methacrylate (EOEMA), methylacrylic acid 
(MM A), isopropanol (IPA) and cyclopentanone. 

9. A contact lens comprises a lens with a concave surface and a convex surface and a pattern comprising at least one 
pigment and embedded inside said convex surface wherein said pigment of said pattern comprises approximately 
10-50 (weight) 0 /© of pigment, 50-70 (weight)% binding polymer and 0-10 (weight)% dispersing agent. 

10. A pigment composition for coloring a contact lens comprising approximately 10-50 (weight)% of pigment, 50-70 
(weight) 0 /© binding polymer and 0-10 (weight)% dispersing agent. 
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Table I 



ratio color 
material 


Crystal 
Blue 


Jade 
Green 


Violet 


Cappuccino 
or Hazel 


Pearl 
Gray 


Rutile TA 
l.i. pigment wniie o) 


20-40% 


15-35% 


20-45% 


0-20% 


25-35% 


Phtalocyanine Blue 
(C.I. pigment Blue 15:4) 


3-15% 








1-8% 


Phtalocyanine Green 
(C.I. pigment Green 7) 




15-35% 








Dioxazin Violet 
(CI. pigment Violet 23) 






3-10% 






Iron Oxide 

(CI. pigment Yellow 42) 




0-5% 




10-30% 




(CI. pigment Brown) 








4-20% 


3-10% 


biding polymer 


50-75% 


lens material 


5-25% 


dispersing agent 


1-8% 
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(54) Method for preparation for colored contact lens 

(57) A method for preparation of colored contact 
lens with an embedded pattern is disclosed. Pigments 
(2) are first printed to a convex surface of a plastic mold 
(1). Material (3) for the lens is then dropped onto the 
concave surface of the plastic mold. The mold then 
spins in a determined speed for a determined period of 
time, such that a desired radius surface is formed. A pig- 
ment composition is found such that the pigment com- 
position will not dissolve to the lens material during the 
spinning. This invention also discloses the contact lens 
prepared according to the method of this invention. 
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November 8, 2002 

RE: Search Report - 

To: LH^KH 



Search report procedure is to docket three months from the date of the agents 
letter, OFFICE ACTION-REFERENCE CITED. 

This is done for our attorney's benefit in case they would like to comment on the 
examiners remarks. 

If no action is going to be taken, please advise me and I will remove the search 
report item from your docket. 

Thank you, 
Artrena Smith 



REMINDER: All references cited in all countries (including U.S.A.), must be 
supplied to Israel, if the application was filed in Israel. 



